® 



J 



Europiiisches Patentamt 
European Patent Office 
Office europeen des brevets 



liiHiiniiiiiii 



© Publication number: 



0 553 566 A1 



<2i) Application number: 92311746.9 
@ Date of filing: 23.12.92 



EUROPEAN PATENT APPLICATION 

® int.ci«: E21B 43/04, E21B 33/14 



® Priority: 30.01.92 US 828076 

@ Date of publication of application: 
04.0&93 Bulletin 93^31 

@ Designated Contracting States: 
DE DK ES FR GB IT NL 



0 Applicant: HALUBURTON COMPANY y 
P.O. Drawer 1431 
Duncan Oklahoma 73536(US) 

0 Inventor: Royd, Louis Craig 
2410 Morning Park Drive 
Katy, Texas 77494(US) 



0 Representative: Wain, Christopher Paul et al 
A.A. THORNTON & CO. Northumberland 
House 303-306 High Hoiborn 
London WC1V 7LE (GB) 



0 Horizontal well completion method. 



0 A well bore (10) having a conduit (12) disposed 
therein where portions of the well t>ore and conduit 
are positioned substantially horizontally in a sub- 
terranean producing formation (14), is completed by 
placing a hardenable resin composition coated par- 
ticulate solid material in the annulus between the 
sides of the well bore (10) and the conduit (12) and 
causing the resin composition to harden whereby the 



particulate material Is consolidated into a hard per- 
meable mass. An aqueous cement slurry (30) is 
introduced into the permeable consolidated par- 
ticulate material whereby horizontal sections thereof 
are isolated which allows tests and/or treatments in 
selected portions of the horizontal well to be per- 
formed. 
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The present invention relates to a method of 
completing portions of a well bore and conduit 
which are positioned substantially horizontally in a 
hydrocarbon containing subterranean formation. 

Horizontal wells are those well wherein at least 
the lower end portion of the well bore ts positioned 
substantially horizontally in a hydrocarbon contain- 
ing subterranean formation. The horizontal portions 
of such wells have been completed "open hole" 
when the material forming the subterranean forma- 
tion permits and "cased hole" where the subterra- 
nean formation is partially or wholly incompetent- In 
heretofore cased hole completions, the casing has 
been cemented in the substantially horizontal por- 
tion of the well bore utilizing impermeable cement. 
In those completions, a large number of perfora- 
tions are generally required in order to allow the 
hydrocart)ons from the subterranean formation to 
readily flow through the impermeable cement and 
into the interior of the casing. Also, as a result of 
the large number of perforations, the migration of 
Incompetent formation materials, e,g. sand, with the 
hydrocarbons by way of the perforations is often a 
problem. 

We have now devised an improved horizontal 
well cased hole completion method whereby high 
fluid conductivity without sand migration can be 
achieved. 

According to the present invention, there is 
provided a method of completing a well bore hav- 
ing a conduit disposed therein where at least the 
lower end portions of the well bore and conduit are 
positioned substantially horizontally in a subterra- 
nean formation, which method comprises the steps 
of: 

(a) placing hardenable resin composition coated 
particulate solid material, which is consolidatable 
into a hard permeable mass, in the annulus 
between the sides of said substantially horizon- 
tally positioned portions of said well bore and 
said conduit: 

(b) causing said hardenable resin composition to 
harden whereby said particulate material is con- 
solidated into a hard permeable mass; 

(c) forming perforations in said substantially 
horizontally positioned portion of said conduit 
which divide said conduit into two or more un- 
perforated sections; 

(d) introducing an aqueous cement slurry by 
way of said perforations into said permeable 
consolidated particulate materia* whereby sec- 
tions thereof corresponding to said unperforated 
sections of said conduit are isolated from each 
other by portions of said cement slurry; 

(e) allowing said portions of said cement slurry 
to set into hard impermeable masses in said 
consolidated particulate material; and 



(0 perforating one or more of said unperforated 
sections of said conduit. 

In accordance with the present invention, at 
least the portions of a well bore and a conduit 

5 disposed therein, e.g. casing, which are positioned 
substantially horizontally in a producing formation 
are completed by first placing a hardenable resin 
composition coated particulate solid material in the 
annulus between the sides of the well bore and the 

to conduit therein. The hardenable resin composition 
on the particulate material is tiien caused to harden 
which consolidates the particulate material into a 
hard permeable mass. Perforations are next formed 
in the conduit which are spaced along the horizon- 

75 tal length thereof and divide the conduit into two or 
more unperforated sections. An aqueous cement 
slurry is then introduced by way of the perforations 
into the permeable consolidated particulate material 
surrounding the conduit whereby sections thereof 

20 corresponding to the unperforated sections of the 
conduit are isolated from each otiier by portions of 
tiie cement slurry. The cement slurry is allowed to 
set into hard impermeable masses in the consoli- 
dated particulate material, and one or more of the 

25 unperforated sections of the conduit are perforated 
to allow the flow of hydrocarbons through the per- 
meable consolidated particulate material into the 
interior of the conduit. The isolated sections of the 
permeable consolidated particulate material allow 

30 tests and treatments to be performed in selected 
portions of the producing formation along the 
lengtii of the substantially horizontal well bore 
therein. 

In order that the invention may be more fully 

35 understood, reference is made to the accompany- 
ing drawings, wherein: 

Rgure 1 is a schematic illustration of one| em- 
bodiment of a well bore having a conduit dis- 
posed therein positioned substantially horizon- 

40 tally in a subterranean hydrocarbon containing 
formation, after hardenable resin composition 
coated particulate solid material has been 
placed and consolidated Ijetween the sides of 
the well bore and the conduit, in accordance 

45 with the invention. 

Figure 2 is a schematic illustration of ti^ well 
bore and conduit of Rgure 1 after perforations 
dividing the conduit into unperforated sections 
have been formed therein. 

50 Figure 3 is a schematic illustration of the well 
bore and conduit of Figure 2 after an aqueous 
cement slurry has been intiroduced by way of 
the perforations into the permeable consolidated 
particulate material surrounding the conduit 

55 whereby sections thereof corresponding to the 
unperforated sections of the conduit are isolated 
from each other. 
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Rgure 4 is a schematic illustration of the well 
bore and conduit of Figure 3 after perforations 
have been formed in each of the conduit sec- 
tions and hydrocarbon production has t>een 
commenced. 5 
The present invention provides an improved 
method of completing cased hole horizontal welts. 
In accordance with the method, a well bore having 
a conduit disposed therein, e.g. casing, is com- 
pleted whereby the portions of the well bore and w 
conduit which are positioned substantially horizon- 
tally in a hydrocarbon producing formation are bon- 
ded together by a consolidated particulate solid 
material which is permeable to the flow of hy- 
drocarbons. That is. the consolidated particulate is 
solid material has a hydrocarbon fluid conductivity 
which approaches the fluid conductivity of the hy- 
drocarbon producing formation. In addition, the per- 
meable consolidated particulate solid material pro- 
vides a barrier between perforations in the conduit 20 
and the face of the hydrocarbon producing forma- 
tion which prevents the migration of sand and other 
incompetent materials from the formation into the 
conduit. Also, cement seals are provided in the 
permeable consolidated particulate material sur- 25 
rounding the conduit which are spaced along the 
length thereof whereby the consolidated particulate 
material is divided into isolated horizontal sections. 
The isolated sections can be separately perforated 
so that tests and/or treatments can be performed in 30 
selected portions of the formation through which 
the horizontal welt bore extends. 

The metiiods of completing a horizontal well 
bore as described above comprise the first step of 
placing a particulate solid material coated with a 35 
hardenable resin composition in the annulus be- 
tween the sides of the substantially horizontal por- 
tion of the well bore and ihe conduit disposed 
therein. Once placed, the hardenable resin com-- 
position is caused to harden which consolidates the 40 
particulate material into a hard permeable mass 
and bonds tiie conduit to the well bore. A plurality 
of perforations are next formed in the portion of the 
conduit surrounded by the consolidated particulate 
material which are spaced along the length thereof 45 
whereby the perforations divide the conduit into 
two or more unperforated sections. An aqueous 
slurry of particulate cement having a high degree 
of fineness is then introduced into the permeable 
consolidated particulate material by way of the 50 
perforations whereby sections thereof correspond- 
ing to the unperforated sections of the conduit are 
isolated from each other by portions of the cement 
slurry. The cement slurry is allowed to set into hard 
impermeable masses in the consolidated par- 55 
ticulate material. Finally, one or more of the iso- 
lated unperforated horizontal sections of the con- 
duit are perforated in a manner whereby the per- 



meable consolidated particulate material sun-ound- 
ing the conduit Is left substantially intact and hy- 
drocarbons without incompetent formation materials 
flow through the perforations into the conduit. As 
mentioned, since the permeable consolidated par- 
ticulate material surrounding the conduit is sealed 
by the set portions of cement between the conduit 
sections, hydrocarbons from the subterranean for- 
mation adjacent one section can not flow by way of 
the permeable consolidated particulate material to 
the vicinities of the other sections. This allows the 
portion of the subterranean formation adjacent each 
isolated consolidated particulate material and con- 
duit section to be tested or treated independently. 

The hardenable resin composition coated par- 
ticulate solid material utilized in accordance with 
this invention can be any of various types of par- 
ticulate material coated with any of various har- 
denable resin compositions. The particulate ma* 
terial can t>e. for example, sand, sintered bauxite, 
glass particles, and the like. The preferred par- 
ticulate material, is sand having a particle size in 
the range of from at)out 10 to about 70 mesh. U.S. 
Sieve Series (apertures 2.00 to 0.210 mm). The 
preferred particulate material size ranges are 10-20 
mesh (aperture 2.00 to 0.81 mm), 20-40 mesh 
(aperture 0.81 to 0.42 mm). 40-60 mesh (aperture 
0.42 to 0.25 mm) or 50-70 mesh (aperture 0.297 to 
0.210 mm) depending upon the particle size and 
distribution of formation sand adjacent to which the 
resin coated sand is to be deposited. A preferred 
hardenable resin composition for coating tiie par- 
ticulate material is comprised of a hardenable 
poly epoxide resin, at least one water Immiscible 
diluent for the resin and a delayed hardening agent 
for the resin. Polyepoxide resins which can be 
utilized include the condensation products of epich- 
lorohydrin and multiple hydroxy compounds such 
as resorcinol hydroquinone. glycerine, pentaerytii- 
ritol, 1 ,4-butanediol. phlorpglucinol, bisphenol A 
and bisphenol F. A particularly suitable and pre- 
ferred such resin is the condensation resin product 
of epichlorohydrin and bisphenol A. A commercially 
available such product is marketed by tiie Shell 
Chemical Company of Houston, Texas under the 
tradename EPON 828^. EPON 828 ~ resin exhil>- 
its good temperature stability and chemical resis- 
tance, and has a viscosity of about 15.000 cen- 
tipoises (1 5 Pas). 

The one or more substantially water immiscible 
diluents are utilized in the resin composition to 
adjust the viscosity of the composition to a desired 
level, generally a level in tiie range of from about 
100 centipoises to about 800 centipoises (0.1 to 0.8 
Pas). Preferably two polar organic diluents are 
used which are miscible witii tine polyepoxide resin 
and substantially immisctt>ie with water. One of 
such diluents is preferably reactive with the epoxy 
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resin component and the other diluent is preferably 
non-reactive. 

The substantially water immiscible reactive 
diluent is preferably comprised of at least one 
member selected from the group consisting of 
butyl glycidyl ether, cresol glycidyl ether, aliyi 
glycidyl ether, phenyl glycidyl ether, and other 
glycidyl ethers which are miscible with the epoxy 
resin utilized. Of these, butyl glycidyl ether and 
cresol glycidyl ether are the most preferred. The 
reactive diluent or diluents are generally present in 
the resin composition in an amount in the range of 
from about 2 to about 35 parts by weight per 100 
parts by weight of the polyepoxy resin present. 
Preferably, the reactive diluent is present in the 
range of from about 15 to about 30, and most 
preferably, about 28 parts by weight per 100 parts 
by weight of polyepoxide resin. 

Of the various water immiscible non*reactive 
diluents which can be utilized, one or more se- 
lected from the group of ethyl acetate, butyl lac- 
tate, ethyl lactate, amyl acetate, ethylene glycol 
diacetate and propylene glycol diacetate are pre- 
ferred. Of these, butyl lactate is the most preferred. 
The water Immiscible non-reactive diluent is gen- 
erally included in the resin composition in an 
amount in the range of from about 4 to ak>out 20 
parts by weight per 100 parts by weight of the 
polyepoxide resin present. Preferably the non-reac- 
tive diluent is present in an amount in the range of 
from about 8 to about 15. and most preferably 
about 10 parts by weight per 100 parts by weight 
of the polyepoxide resin present. Examples of oth- 
er diluents which can be utilized are methyl alcohol 
and other low molecular weight alkanols. 
tetrahydrofurfuryl methacrylate and ethyl acetate. 

A variety of delayed hardening agents can be 
used in the resin composition. Examples of such 
hardening agents include amines, poiyamines. 
amides and polyamides. A hardening agent which 
has been commonly utilized heretofore is 
methylene dianiline either dissolved in a suitable 
solvent such as ethyl acetate or In a liquid eutectic 
mixture of amines diluted with methyl alcohol. A 
preferred hardening agent is comprised of the ad- 
duct formed by reacting an aliphatic or 
cycloaliphatic amine with the condensation reaction 
product of epichlorohydrin and bisphonol A. While 
a variety of aliphatic amines can be utilized, pre- 
ferred amines are those selected from the group 
consisting of ethylene diamine, triethytene 
tetramine. tetraethytene pentamine, bis-(p- 
aminocyclohexyl) methane, the diamines and 
triamines of cyclopentane and the diamines and 
triamines of cyciohexane. Of these, triethylene 
tetramine, 1.2-diaminocyclohexane and 1.4-dia- 
minocyclohexane are preferred with 1.4-dia- 
minocyclohexane being the most preferred. The 



adducts of the aliphatic amines are prepared by 
reacting a selected amine with the condensation 
reaction product of epichlorohydrin and bisphenoi 
A. 

5 The preferred hardening agent, i.e.. the adduct 

formed by reacting an aliphatic amine with the 
condensation reaction product of epichlorohydrin 
and bisphenoi A, is generally included in the resin 
composition in an amount in the range of from 

70 at)out 20 to about 150 parts by weight per 100 
parts by weight of polyepoxy resin. Preferably, the 
hardening agent is present in an amount in the 
range of from about 40 to at>out 90. and most 
preferably, about 68 parts by weight per 100 parts 

16 of polyepoxide resin. 

The hardenable resin composition can also in- 
clude retarders or accelerators as hardening rate 
controllers to lengthen or shorten the working and 
cure times of the resin composition. Low molecular 

20 weight organic acid ester retarders such as alkyi 
esters of alkyI acids containing about 2 to 3 carbon 
atoms can be utilized. Suitable accelerators include 
2,4.6-trisdimethylaminomethylphenol, the ethyl hex- 
onate salt thereof and weak organic acid such as 

25 fumaric, erythorbic. ascorbic, salicylic and mafeic 
acids. When a retarder or accelerator is utilized, it 
is generally combined with the resin composition in 
amounts up to about 10 parts by weight per 100 
parts by weight of polyepoxide resin. 

30 The resin composition also preferably includes 
a resin to particulate material coupling agent to 
promote bonding of the resin to the particulate 
material. A preferred such coupling agent is N- 
beta-(aminoethyt)-gamma- 

35 aminopropyltrimethoxysilane. The coupling agent 
generally can be included in the resin composition 
in an amount from about 0.1 to about 2 parts by 
weight per 100 parts by weight of polyepoxide 
resin. 

40 The preparation of the hardenable resin com- 
position coated particulate solid material and its 
placement in the well tK)re. i.e., in the annulus 
between the sides of the portion of the well bore 
which is positioned substantially horizontally and 

45 the conduit disposed therein, can be accomplished 
in various ways. For example, the resin coated 
particulate material can be prepared in a batch 
mixing operation followed by the suspension of the 
resin composition coated particulate material in a 

50 carrier liquid. The carrier liquid suspension of the 
resin coated particulate material can then be 
pumped within the conduit disposed in the well 
bore through the open end thereof and into the 
horizontal portion of the annulus between the well 

55 tx)re and the conduit A more preferred technique 
for preparing and placing the resin composition 
coated particulate material is described in United 
States Patent No. 4.d29.100 issued May 9, 1989. In 



4 



7 



EP 0 553 566 A1 



accordance with the technique disclosed therein, a 
consolidatable resin composition coated particulate 
material is continuously formed and suspended in 
a gelled aqueous carrier liquid, and the suspension 
is pumped to the zone where the resin coated 
particulate material is to be placed. As described in 
detail in the patent, substantially continuous 
streams of a gelled aqueous carrier liquid, un- 
coated particulate material, a resin composition 
which will subsequently harden and a surface ac- 
tive agent are admixed whereby the particulate 
material is continuously coated with resin composi- 
tion and suspended in the gelled aqueous earner 
liquid. The suspension is continuously pumped into 
the subterranean formation or other zone wherein 
the consolidatable resin composition coated par- 
ticulate material is to be deposited. 

The suspension of the hardenable resin com- 
position coated particulate material in an aqueous 
gelled carrier liquid produced in accordance with 
Patent No. 4.829.100 Is comprised of an aqueous 
liquid, at least one hydratable polysaccharide gel- 
ling agent, the above described resin composition, 
particulate material and one or more surface active 
agents for promoting the coating of the particulate 
materia) with the resin composition. The aqueous 
liquid can be fresh water, brine or sea water. A 
variety of hydratable polysaccharide gelling agents 
can be utilized having molecular weights in the 
range of from about 100.000 to 4,000,000, prefer- 
ably from about 600.000 to 2.400.000. Preferably, 
the polysaccharide gelling agents are cellulose or 
guar derivatives. The polymers include substituents 
such as hydroxy ethyl to give the necessary water 
hydration and gel characteristics to produce a clear 
aqueous gel having a viscosity of at least about 30 
centipoises (0.03 Pas) (reading on a Fann V.G. 
meter at 300 rpm). Preferred such polymers in- 
clude substituted carboxy and hydroxy alkyi cel- 
lulose, such as hydroxyethylcellulose and carbox- 
ymethythydroxyethylcellulose. and substituted 
hydroxyalkytguar. such as hydroxypropyiguar. The 
most preferred polysaccharide polymer gelling 
agent is hydroxypropyiguar having a molecular 
weight in the range of from about 100.000 to about 
4.000.000. and having a propylene oxide substitu- 
tion (MS) of about 0.1 to about 0.7 moles of pro- 
pylene oxide per mole of mannosQ and galactose 
in the guar. 

The surface active agent for promoting the 
coating of the particulate material can be one or 
more cationic surface active agents or one or more 
non-cationic surface active agents, or one or more 
of both. As used herein, a non-cationic surface 
active agent includes a blend of anionic and non- 
ionic surface active agents. Useful cationic surface 
active agents include the reaction product of an 
alcohol, epichlorohydrln and triethylenediamine 



wherein monohydric aliphatic alcohols having in the 
range of from about 12 to about 18 carbon atoms 
are reacted with from 2 to 3 moles of epich- 
torohydrin per mole of alcohol followed by reaction 

5 with an excess of triethylenediamine. The alcohol- 
epichlorohydrin reaction product contains an ethox- 
ylation chain having pendent chlorides. The subse- 
quent reaction with triethylenediamine provides a 
cationic and a tertiary amine functionality to the 

10 resulting product. 

The non-cationic surfactants are preferably 
ethoxylated fatty adds produced by reacting fatty 
acids containing from about 12 to about 22 carbon 
atoms with from about 5 to at)out 20 moles of 

75 ethylene oxide per mole of acid, most preferably 
from atx>ut 12 to about 18 moles of ethylene oxide 
per mole of acid, to produce a mixture of various 
quantities of ethoxylated acids and unreacted ac- 
ids. 

20 When the gelling agent used is a cellulose 
derivative, one prefenred surface active agent is a 
blend comprised of isopropyl alcohol, tiie cationic 
agent described above and the non-cationic agent 
descrifc>ed at>ove wherein the weight ratio of 

25 cationic agent to non-cationic agent In tiie blend is 
in the range of from about 0.4 to 1. and preferably 
about 0.8 parts by weight cationic agent per 1 part 
by weight non-cationic agent and wherein the 
weight ratio of isopropyl alcohol to non-cationic 

30 agent in the blend is about 1 part by weight alcohol 
per 1 part by weight non-cationic agent. 

When the gelling agent used herein is a galac- 
tomannan gum, a preferred surface active agent is 
a blend comprised of alcohol, e.g., amy I alcohol. 

35 the cationic agent described above and the non- 
cationic agent described above wherein tiie weight 
ratio of cationic agent to non-cationic agent in the 
blend is in the range of 0 to 1. and preferably 
about 0.2 parts by weight cationic agent per 1 part 

40 by weight non-cationic agent and wherein the 
weight ratio of alcohol to non-cationic agent in the 
blend is about 1 part by weight alcohol per 1 part 
by weight non-cationic agent. 

After being prepared, the alx)ve-descrlbed 

45 composition is comprised of resin composition 
coated particulate material suspended in a gelled 
aqueous liquid. The gelled aqueous liquid prefer- 
ably contains the polysaccharide polymer utilized 
in an amount in the range of from about 20 to 

50 about 120 lbs (9.1 to 54.5kg) of polymer per 1000 
gallons (3.78m^) of water, brine or sea water 
whereby the gelled aqueous liquid has a^ viscosity 
in the range of from about 10 centipoises (0.01 Pas) 
to about 400 centipoises (0.4Pas). Most preferably, 

55 the gelled aqueous carrier liquid includes from 
about 30 to about 80 lbs (13.6 to 36.3kg) of gelling 
agent per 1000 gallons (3JBm^) of water, brine or 
sea water, and has a viscosity of from about 15 to 
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about too centlpoises (0.015 to 0.1 Pas). As is well 
understood by those skilled in the art. the gelled 
aqueous liquid can be crossltnked to increase its 
viscosity and stability. 

A gel breaker is included in the gelfed aqueous 
liquid to cause it to revert to a relatively thin liquid 
at the time the resin coated particulate material 
reaches the location of its placement. While a 
variety of gel breakers which are well known in the 
art can be utilized, an oxidative type of breaker 
such as sodium persulfate is preferred. Such ox- 
idative gel breakers are generally \nc\u6ed in the 
connposition in an amount in the range of from 
about 0.5 pounds (0.23kg) to about 50 pounds 
(22.7kg) per 1000 gallons (3.78m3) of gelled aque- 
ous carrier liquid, but the particular amount de- 
pends on the specific time period required between 
when the gel breaker is added and when the gel 
must be broken. Increases in the amount of gel 
breaker shorten such time period. 

The aqueous cement slurry useful in accor- 
dance with the present invention is comprised of 
water and a fine particulate hydraulic cement which 
sets into a hard impermeable mass. The water can 
be fresh water, salt water, seawater or brine. In 
order for the particulate hydraulic cement to be 
capable of flowing into the consolidated particulate 
solid material it must be of a fine particle size. A 
preferred such fine particle size cement is one 
consisting of particles of cementitous material hav- 
ing diameters no larger than atx)ut 30 microns 
(3x10~^m), preferably no larger than atx)ut 17 
microns (17x10^^ m), and still more preferably no 
larger than about 11 microns (11x10~^m), The dis- 
tribution of the various sized particles within the 
cementitious material should be such that 90% of 
the particles have a diameter not greater than 
about 25 microns (25xl0~^m). preferably about 10 
microns (10~^m), and still more preferably about 7 
microns (7x10"* m), 50% have a diameter not 
greater than about 10 microns (lO^^m), preferably 
alxjut 6 microns (6x10~^m). and still more prefer- 
ably about 4 microns (4x10~^m), and 20% of the 
particles have a diameter not greater than about 5 
microns (5xl0~^m), preferably about 3 microns 
(3x10'^m) and still more preferably about 2 
microns (2x10~^m). 

The particle size of the hydraulic cement can 
be indirectly expressed in terms of the surface area 
per unit weight of a given sample of the cement. 
This value, sometimes referred to as Blaine Fine- 
ness, can be expressed in units of square centi- 
meters per gram (cm^/gram) and Is an indication of 
the ability of a cement to chemically interact with 
water and other materials. The activity is believed 
to increase with increased Blaine Rneness. The 
Blaine Fineness of the hydraulic cement used in 
accordance with this invention should be no less 



than about 6000 cm^/gram. preferably greatiar than 
about 7000 cm^/gram. more preferably greater than 
about 10.000 cm^/gram and most preferably great- 
er than about 13.000 cm^/gram. 

5 Hydraulic cements having the Rneness and 
particle size distribution described above are dis- 
closed in various prior United States patents includ- 
ing U.S. Patent No. 4.761.183 to Clark which dis- 
closes slag and mixtures of slag with Portland 

10 cement, and U.S. Patent No. 4.160,674 to Sawyer 
which discloses Portland cement. The hydraulic 
cements can also include fine pozzolan cement 
and/or fine silica in addition to the slag and/or 
Portland cement. The cements which are preferred 

IS for use in accordance with this invention are Port- 
land cement and combinations thereof with slag 
wherein the quantity of Portland cement included in 
a mixture of Portland cement and slag can be as 
low as 10%. but is preferably no less than about 

20 40%. more preferably about 60% and still more 
preferably about 80%. The most preferred cement 
of the fineness and particle size distribution de- 
scribed above is Portland cement 

The aqueous cement slurries useful herein can 

25 be formulated utilizing ratios of the weight of water 
per unit weight of the cementitious material de- 
scribed above in the range of from about 0.5 to 
about 5.0. preferably from about 1.0 to about 1.75 
and stilt more preferably from about 1.0 to about 

30 1.5 parts by weight of water per part of cemen-. 
titious material. 

The slurry densities of the fine, i.e.. small par- 
ticle size, cements of this invention are lower than 
cements having usual particle sizes because of the 

35 high water ratios required to wet ail of the surface 
area of the fine cement. The compressive strengths 
however, of the set lower density slurries are sat- 
isfactory for the penetration cementing purposes 
contemplated herein, especially in view of the 

40 greater reactivity of the fine cements. The density 
of the aqueous cement slurry utilizing the fine 
cement descril>ed can range from at>out 9.4 to 
about 14.9. 

Referring now to FIGURES 1 through 4 of the 
45 drawing, a horizontal well comprised of a well bore 
10 having a conduit 12 disposed therein is sche- 
matically illustrated. The well bore 10 Is positioned 
substantially vertically until it reaches a subterra- 
nean hydrocarbon producing formation 14 where- 
50 upon it turns at an angle of at)Out 90 * and extends 
substantially horizontally a distance in the formation 
14. The term "substantially horizontally" as used 
herein when referring to the position of portions of 
a well bore and a conduit disposed therein in a 
55 subterranean formation means that such portions 
are positioned with respect to a vertical line extend- 
ing there above at an angle in tiie range of from 
about 45* to about 135 v 
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A hardenable resin composition coated par- 
ticulate solid material of the type described above 
which is consolidatable into a hard permeable 
mass is first placed in the annulus 16 t)etween the 
sides of the well bore 18 and the conduit 12 as s 
shown in FIGURE 1 . As indicated above, the con- 
solidatable resin composition coated particulate 
material is preferably pumped through the conduit 
12 as a suspension in an aqueous gelled carrier 
liquid and then into the annulus 16 whereupon the io 
gelled aqueous carrier liquid reverts to a thin liquid 
and the consolidatable resin coated particulate ma- 
terial is deposited in the annulus 18. After place- 
ment, the resin composition coated particulate ma- 
terial Is caused to consolidate into a hard per- 
meable mass which bonds to the walls 18 of the 
subterranean formation 14 and to the external sur- 
faces of the conduit 12. Generally, the resin com- 
position coated particulate material is placed and 
consolidated in only the substantially horizontal 20 
portion of the annulus 16, and the usual primary 
cementing techniques using a hydraulic cement 
slurry is utilized for cementing the conduit 12 in the 
vertical portion of the well bore 10. 

After the resin composition coated particulate 25 
material has been placed and consolidated in the 
substantially horizontal annulus 16. a plurality of 
perforations 20 are formed in the conduit 12 as 
shown in FIGURE 2. The perforations 20 are 
spaced along the length of the portion of the con- 30 
duit 12 which is positioned substantially horizon- 
tally whereby the perforations divide the conduit 
into at least two unperforated sections, in FIGURE 
2 the perforations 20 divide the conduit 12 into four 
unperforated conduit sections 22. 24. 26 and 28. 35 

In accordance with the next step of the method 
of the present invention and as shown in FIGURE 
3, an aqueous cement slurry is introduced into the 
permeable consolidated particulate material sur- 
rounding the conduit 12 within the annulus 16 by 4o 
way of the perforations 20 whereby sections of the 
consolidated particulate material correspondirig to 
the unperforated sections 22. 24. 26 and 28 of the 
conduit 12 are isolated from each other by portions 
30 of the cement slurry. That is. after the cement 4$ 
slurry portions 30 set into hard impermeable 
masses in the consolidated particulate material, 
hydrocarbons flowing into the consolidated par- 
ticulate material from the formation 14 are pre- 
vented from flowing between adjacent sections of so 
the consolidated particulate material. 

The portions of the cement slurry 30 are al- 
lowed to set within the consolidated particulate 
material in the annulus 16 whereupon the unper- 
forated sections 22. 24. 26 and 28 of the conduit ss 
1 2 are perforated. As shown in FIGURE 4, perfora- 
tions 32 are formed in the conduit 12 whereby 
hydrocarbons from the portions of the formation 14 



adjacent the conduit sections 22. 24. 26 and 28 
flow into the conduit 12 by way of the perforations 
32. As will be understood by those skilled in the 
art. the isolated sections of the consolidated par- 
ticulate material surrounding the conduit 12 allow 
tests and treatments to be carried out in selected 
portions of the formation 14 penetrated by the well 
bore 10. For example, the perforations 32 can be 
formed separately in the conduit sections 22. 24. 
26 and 28. and. the hydrocarbon production from 
the portions of the formation adjacent each section 
determined. If one or more of the formation sec- 
tions require stimulation, treatments can be effec- 
ted in those sections without appreciably disturbing 
other formation sections. 

The perforations 32 are formed in the. conduit 
12 whereby the permeable consolidated particulate 
material surrounding the conduit 12 is disturt>ed as 
little as possible. This can be accomplished by 
utilizing shallow penetration perforation techniques 
known to those skilled in the art or predrilled per- 
forations with removable plugs therein can be used. 

Claims 

1. A method of completing a well bore (10) hav- 
ing a conduit (12) disposed therein where at 
least the lower end portions of the well bore 
and conduit are positioned substantially hori- 
zontally in a subterranean formation, which 
method comprises the steps of: 

(a) placing hardenable resin composition 
coated particulate solid material, which is 
consolidatable into a hard permeable mass, 
in the annulus (16) between the sides (18) 
of said substantially horizontally positioned 
portions of said well bore and said conduit 
(12); 

(b) causing said hardenable resin composi- 
tion to harden whereby said particulate ma- 
terial is consolidated into a hard permeable 
mass; 

(c) forming perforations (20) in said substan- 
tially horizontally positioned portion of said 
cofKluit which divide said conduit into two or 
more unperforated sections (22.24.26.28); 

(d) introducing an aqueous cement slurry by 
way of said perforations (20) into said per- 
meable consolidated particulate material 
whereby sections thereof corresponding to 
said unperforated sections of said conduit 
are isolated from each other by portions 
(30) Of said cement slurry; 

(e) allowing said portions of said cement 
slurry to set into hard impermeable masses 
in said consolidated particulate material; 
and 
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(f) perforating one or more of said unper- 
forated sections of said conduit. 

2. A method according to claim 1. wherein said 
resin composition comprises a hardenable 5 
polyepoxide resin, a water immiscible diluent 

for said resin and a hardening agent for said 
resin. 

3. A method according to claim 2, wherein said to 
polyepoxide resin is the condensation product 

of epichlorohydrin and bisphenol A. 

4. A method according to claim 2 or 3, wherein 

said hardening agent is the adduct formed by is 
reacting an aliphatic amine with the condensa- 
tion reaction product of epichtorohydrin and 
bisphenol A. 

5. A method according to claim 2. 3 or 4. wherein 20 
said diluent is a mixture of a reactive diluent 

and a non-reactive diluent. 

6. A method according to claim 5. wherein the 
reactive diluent is butyl glycidyt ether, cresol 25 
giycidyl ether, allyl glycidyl ether or phenyl 
glycidyl ether. 

7. A method according to claim 5 or 6, wherein 

the hon-reactive diluent is ethyl acetate, butyl 30 
lactate, ethyl lactate, amyl acetate, ethylene 
glycol diacetate or propylene glycol diacetate. 

8. A method according to any of claims 1 to 7, 
wherein said hardenable resin composition 3S 
coated particulate material is placed in said 
annulus by suspending it in an aqueous carrier 
liquid and pumping the resulting suspension 

Into said annulus. 

40 

9. A method according to any of claims 1 to 8. 
wherein said aqueous cement slurry comprises 
water and a hydraulic cement comprised of 
Portland cement, slag or a mixture thereof 
having a particle size no greater than 30 4S 
microns (3x10"^m) and a Blaine Fineness of 

no less than 6000 cm^/gm. 

10. A method according to claim 9, wherein said 
cement is Portland cement and wherein 90% so 
of the cement particles have a diameter no 
greater than 25 microns (25x10~*m), 50% of 

the particles have a diameter no greater than 
10 microns (10~^m) and 20% of the particles 
have a diameter no greater than 5 microns 55 
(5xl0-<m). 
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